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(54) Process for the syndiotactic propagation of olefins 

(57) The invention provides a process for commer- 
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catalyst prior to polymerization. In addition, the catalyst 
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Description 

BACKGROUND OF THE INVENTION 

5 FIELD OF THE INVENTION : This invention relates to a catalyst and process for polymerization of olefins. A supported 
metallocene catalyst is made by treating a support with an alumoxane co-catalyst and complexing a metallocene with 
the alumoxane. The supported metallocene catalyst is suspended in a diluent. Prior to the introduction into a polymer- 
ization reaction zone, the supported metallocene catalyst is contacted with an aluminum aJkyI co-catalyst. 
DESCRIPTION OF THE PRIOR ART : Catalysts for the syndiotactic polymerization of olefins are known in the art and 

w have been known at least since U.S. Patent No. 3.305.538. which described use of a catalyst to produce small quanti- 
ties of syndiotactic polypropylene which were extracted. Since that time, patents have issued relating to organometallic 
or metallocene catalysts which produce syndiotactic polyolefins. Examples of these patents include U.S. Patent Nos. 
4.892.851 ; 5.132.381; 5.187.250; 5.219.968 and 5.225.507. the disclosures of which, together with the disclosure of 
■ U.S. Patent No. 3.305.538. are hereby incorporated by reference. ... 

15 These patents disclose metallocene catalysts that are basically a complex derived from a cyclopentadiene. i.e., a 
metal derivative of cyclopentadiene. which has been ionized by an ionizing agent to form an active cationic metallocene 
catalyst. It has also become known in the art that metallocenes may be supported on an inert non-reactve material. 

In the U.S. Patent No. -;,7C-:.432 a Support is treated with at least cr.e -.stailccar^e a.-d at least c.-s .-.c,--,..eta,- 
locene transition metal compound. To form a catalyst system a co-catalyst comprising an alumoxane and an organo- 

20 metallic compound of Group lA. IIA. IIB and IIIA is added to the supported metallocene/non -metallocene. The support 
is a porous solid such as talc or inorganic oxides or resinous materials, preferably an inorganic oxide, such as silica, 
alumina, silica-alumina, magnesia, titania or zirconia, in finely divided form. By depositing the soluble metallocene on 
the support material it is converted to a heterogeneous supported catalyst. The transition metal compound such as 
TiCU. is contacted with the support material prior to. after, simultaneously with or separately from contacting the metal- 

25 locene with the support. ^ . . • ■ 

In U S Patent No 4 897,455 a metallocene and an alumoxane were reacted in the presence of a support material 
to provide a supported metallocene-alumoxane reaction product as a catalyst to polymerize olefins, preferably ethylene^ 
The support is a porous solid, such as talc, inorganic oxides and resinous support materials, such as a polyolefin. and 
is preferably silica, alumina, silica-alumina and mixtures thereof. u . = * 

30 In U S Patent No. 4.935,397 a silica gel having a particle size less than 10 microns containing from about 5 to 
about 20 per cent by weight absorbed water as a catalyst support material. The silica gel is coated with alumoxane and 
a metallocene is complexed with the alumoxane to form a catalyst which can be used in high pressure and/or high tem- 
perature olefin polymerization. . . . I * u- u 
In U S Patent No 5 200 379 pentadienyl derivatives were complexed with transition metals to form a catalyst which 
is supported on activated inorganic refractory compounds, preferably inorganic oxides and metal phosphates, such as 
silica and alumina. The inorganic refractory compounds are activated by calcining in air at elevated temperatures and 
then contacted with a pentadienyl derivative - transition metal complex, such as bis(2.4<Jim6thylpentadienyl)titanium. 
The supported catalyst can be used in olefin, preferably ethylene, polymerization. 

In U S Patent No 5 240 894 a metallocene is activated with methylalumoxane (MAO) to form a reaction product 
which is contacted with dehydrated silica. After drying, a supported catalyst is formed which can be used in polymeri- 
zation of olefins, particularly propylene, a trialkylaluminum co-catalyst or scavenger can be used in polymerization to 
minimize fouling and increase catalyst activity. 
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SUMMARY OF THE INVENTION 

The invention provides a process for syndiotactic propagation in the polymerization of olefins, particularly propyl- 
ene. In one embodiment, the invention comprises forming a suspension of the supported metallocene catalyst in an 
inert liquid carrier, such as mineral oil. contacting the supported metallocene catalyst with a trialkylaluminum, such as 
tri-isobutyl aluminum, co-catalyst and introducing the catalyst into a polymerization reaction zone which contains a 
monomer solution. A preferred embodiment includes forming a supported metallocene catalyst on an inert, non-reac- 
tive support, such as silica. . , » J 1 

In another embodiment, the invention comprises pre-polymerizing the catalyst with the co-catalyst and an olefin. 
The olefin is added after the catalyst has contacted the co-catalyst. The catalyst is then introduced into the reaction 
zone. It is preferred to have a stream of olefin contact the catalyst and co-catalyst and carry the catalyst into the reaction 

™"Tn another embodiment of the invention, the catalyst is contacted with the co-catalyst, for a certain period of time^ 
The catalyst and co-catalyst are suspended in an inert liquid carrier, such as mineral oil. The catalyst is then contacted 
with an olefin prior to introducing the catalyst into the reaction zone. 
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In the pre-polymerization step, the catalyst may be coated with a polymer product such that the weight ratio of pol- 
ymer/catalyst is approximately 0.01-3.0. Preferably, the ratio of coating the catalyst is greater than 1.0 and. more pref- 
erably. 2.0-3.0. The preferred olefin is propylene. 

The preferred catalyst comprises a metallocene compound of the genera! formula: 

5 

R"b(CpR5-b) CpR"5.b)MR*v2 

where R" is a bridge imparting stereorigidity to the structure to the metallocene by connecting the two cyclopentadienyl 
rings b is 1 or 0 indicating whether the bridge is present or not. Cp is a cyclopentadienyl ring. R and R' are substituents 
w on the cyclopentadienyl rings and can be a hydride or a hydrocarbyl from 1 -9 carbon atoms, each R and R' being the 
same or different, each (CpRg-b) and (CpR's-b) being different so that bilateral symmetry exists. M is a Group IIIB. IVB. 
VB or VIB metal. R' is a hydride, a halogen or a hydrocarbyl from 1-20 carbon atoms, v is the valence of M. The pre- 
ferred co-catalyst is an alkylaluminum compound, and most preferably tri-isobutyl aluminum. 

75 BRIEF DESCRIPTION OFTHF DRAWINGS 

A more complete appreciation of the invention and many of the attendant advantages thereof will be readily under- 
stood by reference to the following detailed description when considered in connection with the accompanying drawing 
wherein: 

20 

Rgure 1 is a schematic illustration of the invention as used in supplying a prepolymerized catalyst system to a con- 
tinuous flow reactor used "for the polymerization of propylene in the iquid phase. 
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DETAILED DESCRIPTION OF THE INVENTION 

The present invention provides a process for syndiotactic propagation in the polymerization of a-olefins. The inven- 
tion is particularly adapted for the polymerization of propylene. The invention Includes contacting the supported metal- 
locene catalyst with an aluminum alkyi co-catalyst and then prepolymerizing prior to introducing the catalyst into a 
polymerization reaction zone. Another embodiment of the invention includes contacting the catalyst with the co-catalyst 
for a certain period of time (aging). Test results show an increase in efficiency of the catalyst of up to 6250 gms polymer 
product/gm catalyst in one hour when it is aged with the co-catalyst as taught by the present invention. In a preferred 
embodiment, the aged catalyst is prepolymerized prior to being introduced into the reaction zone. 

The type of catalyst contemplated for use in the present invention is generally a metallocene catalyst. These cata- 
lysts can be generally defined as a cyclopentadienide. i.e.. a metal derivative of cyclopentadiene, which has been ion- 
ized to form an active cationic metallocene catalyst. The metallocene compound generally contains two 
cyclopentadienyl rings and is of the general formula: 

R"b(CpR5-b) (CpR'5.b)MR*«-2 

40 where R" is a bridge imparting stereorigidity to the structure to the metallocene by connecting the two cyclopentadienyl 
rings b is 1 or 0 indicating whether the bridge is present or not. Cp is a cyclopentadienyl ring, R and R' are substituents 
on the cyclopentadienyl rings and can be a hydride or a hydrocarbyl from 1-9 carbon atoms, each R and R being the 
same or different, each (CpRg-b) and (CpRj-b) being different so that bilateral symmetry exists. M is a Group JUB, IVB. 
VB or VIB metal. R' is a hydride, a halogen or a hydrocarbyl from 1-20 carbon atoms, v is the valence of M. Preferably 

45 the bridge R" is present and is a hydrocarbyl biradical of 1 -20 carbon atoms. Hydrocarbyl radicals useful as the bridge 
in the present catalysts include linear all radicals of 1 -1 0 carbon atoms or branched alkyl radicals of 1-20 carbon atoms, 
preferably one carbon atom, which may be substituted or unsubstituted, preferably substituted. The bridge is most pref- 
erably diphenylmethyl. (CpRs-b) is preferably an unsubstituted cyclopentadienyl ring. (CpR5.b)is preferably a substi- 
tuted cyclopentadienyl ring, more preferably a cyclopentadienyl ring substituted such that the substituents are radicals 

so bonded to adjacent carbon atoms to form a fused ring, most preferably (CpR's-b) is fluorenyl. Preferably. M is a Group 
IVB metal, more preferably, titanium, zirconium or hafnium. R- is preferably a halogen or an alkyl, more preferably, chlo- 
rine or methyl. . ^. 

Bilateral symmetry is defined as the condition in which there are no substituents or one or more substituents on one 
side and no substituents or one or more substituents on the other side in the same relative position such that a mirror 

55 image is formed from one side to another. One example of such a compound is isopropyl (cyclopentadienyl-9-nuore- 
nyl)zirconium dichloride. abbreviated iPr(Cp)(Flu)ZrCl2. An illustration of the ligands of this compound are shown below. 
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Silatsra! sy.-rr.atry is il!u3'u5tacS ty a plane fcissctir.g the zircor.iu.T. .-ata! ar.d the bridge resuuing ;n u.e rig... cue o. 
each ligand being a mirror image of its left side. The a and p position of the cyclopentadienyl ring represent the position 
of possible substituents in the proximal and distal position, respectively, or positions 2/5 and 3/4 of the drawing below: 




It is believed that bilateral symmetry must exist for the p substituents of the cyclopentadienyl ring but is o lessjmpor- 
tance and may not be necessary for the a substituents of the cyclopentadienyl ring. It is further be eved that bi a era 
symmetry of substituents of thefluorenyl ring is of less importance and may not be necessary Itisbelieved that bilateral 
symmetry of less importance and may not be necessary for the bridge. 

The alumoxanes useful in combination with the metallocene compound of the present invention may be repre- 
sented by the general formula (R-/U-0-)„ in the cyclic form and R(R-AI-0-)„ALR2 in the linear form wherein R is an alkyi 
group with one to five carbon atoms and n is an integer from 1 to about 20. Most preferably. R is a methyl group and the 
preferred alumoxane is methylalumoxane (MAO). The alumoxanes can be represented structurally as follows: 
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The support was silica having high surface area and small average pore size. One ^ Tn^'lnr.l 

this invention is chromatography grade silica. The silica was treated with methylalumoxane (MAO) in »he 'o^'°^"9 "^^^ 
ner: The silica had water removed to a level of approximately 1 .0%. The dried silica was slurr.«l in a nonpola solvent^ 
A solution of alumoxane in solvent was added to the silica slurry. After heating and subsequently cooling the slurry, the 
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solid (silica treated with alumoxane) was separated out and (optionally) dried. 

The metallocene was contacted with the MAO-treated silica to form a supported metallocene catalyst in the follow- 
ing manner: A solution of metallocene in a nonpolar solvent was added to a slurry of silica treated with alumoxane also 
in a nonpolar solvent, preferably the same solvent as the metallocene solution. The solid, metallocene supported on sil- 
s ica treated with alumoxane. was separated out and dried. 

Asuspensionwasformed with the supported metallocene catalyst in an inertjiquid earner, such as mineral oil. The 

liquid carrier is selected based on the following properties: 

1 . The liquid does not dissolve the solid catalyst component. 
10 2. The liquid has minimal chemical interaction with the catalyst component. 

3. The liquid is preferably an inert hydrocarbon. 

4. The liquid only "wets" the catalyst component 

5. The liquid has sufficient viscosity to maintain the catalyst component in suspension without excessive agitation. 

15 Uquids which would be effective in this invention would be long chain hydrocarbons, such as mineral oil and 
polyisobutylene. This listing is not intended to be complete and all inclusive but is merely made to show examples of 

useful liquid media. _. 

A co-caiaiyst is utilized io aid in the activation of the caiaiysi for the poiymerization reaction, i ne most commomy 
used co-catalyst is an organoaluminum compound which is usually an alkyi aluminum. The aluminum alkyi is of the 

20 general formula AIR'j where R' is an alkyi of from 1 -8 carbon atoms or a halogen and R' may be the same or different 
with at least one R^ being an alkyi. Examples of aluminum alkyls are trialkyi aluminums, such as trffnethyl aluminum 
(TMA) triethyl aluminum (TEAI) and triisobutyl aluminum (TiBAI). The organoaluminum may also be a dialkylaluminum 
halide'such as diethyl aluminum chloride (DEAC). or an alkylaluminum dihalide. The preferred co-catalyst is an alumi- 
num trialkyi. specifically triisobutyl aluminum ("TIBAI"). 

25 In order to increase the efficiency of the catalyst, the catalyst is pre-polymerized. Basically, the pre-polymerizaton 
reaction occurs as a monomer is introduced into a mixture of catalyst and co-catalyst. The monomer is polymerized, 
and in so doing, it adheres to the surface of the catalyst and forms a coating. Any known method for prepolymenzmg a 
catalyst can be used for the catalyst of the present invention. 

In pre-polymerizing the catalyst, a weight ratio of polymer/catalyst of approximately 0.01-3.0 is desirable. Prefera- 

30 biy. the weight ratio of polymer to catalyst is greater than 1 .0. The preferred range of polymer coating to catalyst is 

approximately 2.0-3.0. ^ ^ -.^ ... 

According to one embodiment of the invention, the supported metallocene catalyst is contacted with a co-catalyst 
and then is prepolymerized by contact with the monomer prior to being introduced into a polymerization reaction zone 
which contains additional monomer. In a preferred embodiment, the contact of the catalyst with the co-catalyst occurs 

35 in a holding tank in which the catalyst/co-catalyst mixture is allowed to age for 1 hour to 720 hours (30 days), preferably 
1 8 to 48 hours and more preferably 1 2 to 24 hours. The catalystfco-catalyst mixture may be fed into the reactor in a con- 
tinuous or periodic manner. , , • 

The contact of the catalystfco-catalyst mixture with the monomer for prepolymerization can take place in a pipe 
which carries the catalyst into the polymerization zone. TTie contact time or residence time of the catalyst in the pipe 

40 need be only a few seconds. A minimum of three seconds of pre-contact between the catalyst/co-catalyst and the mon- 
omer is sufficient to significantly increase the efficiency of the catalyst. The concentration of co-catalyst in the stream 
may be varied as the co-catalyst is transferred into the polymerization reaction zone. A preferred concentration would 
be less than 10% co-catalyst. All of the co<atalyst necessary for the polymerization reaction in the reaction zone need 
not be fed through this contact pipe. A portion of the desired amount of co-catalyst in the reactor may be added directly 

45 to the reaction zone. .... 

It was found that there was a relationship between aging the catalyst in aluminum alkyi and prepolymerization in so 
far as obtaining polymer product with desirable morphology. The morphology of the polymer product is a function of the 
particle size particle shape and the particle size distribution of the catalyst particles. In most processing applications it 
is desirable for the polymer to have morphology in which the particle are granular rather than agglomerated. To obtain 

50 these granular particles it was found that the aging time of the catalyst in aluminum alkyi coukJ be decreased or elimi- 
nated if the prepolymerization time was increased and, conversely, the prepolymerization could be decreased (but not 
eliminated) as the aging time increased. In addition, it was found that the amount of aluminum alkyi used in aging the 
catalyst affected polymer morphology. As the relative amount of aluminum alkyi was increased for the same aging time 
period, the morphology improved. ...„,,u„ 

55 The invention having been generally described, the following examples are given as particular embodiments of the 
invention and to demonstrate the practice, and advantages thereof. It is understood that the examples are given by way 
of illustration and are not intended to limit the specification or the claims to follow in any manner. 
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Preparation of the Metallocene 

A manipulations were carried out under argon using standard Schlenk techniques unless othenwise noted. 

pho CfFlu-Co^ : 

To a solution of 50g fluorene in 200ml anhydrous tetrahydrofuran at room temperature was added dropwise at G'C. 
207 ml of a 1 .6 molar solution of n-butyllithium in hexane {Fig.4). The reaction mixture was stirred for 1 hr at room tem- 
perature and cooled to -78»C upon which light brown solid precipitated. 69.3 g of diphenylfulvene was ttien added to the 
reaction mixture. The heterogeneous mixture was allowed to gradually come to room temperature w-th constan strnng 
and was stirred at room temperature overnight (-18 hrs). The reaction mixture was cooled to 0 C and cautously 
quenched with dilute hydrochloric acid (10 to 18%) (slightly exothermic). TTie mixture was s tirr^ at 0 C for 5 rnmutes 
and diluted with 300 ml water and 200ml hexane and filtered through a medium frit funnel. The resulting solid was 
washed with water (500 ml) followed by hexane (300 ml). The resulting wet solid was dried fol owed by drying under 
vacuum with slight warming. To completely remove entrapped solvent the sample was heated at 100 C under high vac- 
uum overnight. The yield of THF- and water-free ligand was in the range 70-80%. 



20 A three-necked 3L flask equipped with mechanical stirrer and Pressure equa izoi addition ^J^^l^^^-^l "^^ 
charged wHh 73.2 g of rigorously dried ligand obtained from the previous method (It should be noted tha^. .the ligand 
must be dry but not necessarily free of THF In case. THF-free ligand is used, it appears that it may be advantageous 
to use excess of n-butyllithium to complete dianion formation). One liter of anhydrous ether was added and the stirring 
initiated. The slurry was cooled to O'C. and 254.2 ml of 1.6 molar n-butylithium in hexane was added dropw|se cau- 

25 tiously. The temperature of the reaction mixture was gradually allowed to come to room t^-^P^^I-^^^^^^fl^i^'^^"^ ^.l'^;' 
night (- 1 8h). The stirring was stopped and the solid was allowed to settle. The supernatant was decanted. The resulting 
solid was washed with L portions of anhydrous hexane (2 x 500 ml). A fresh batch of l .0 L of anhydrous hexane was 
added and the stirring was initiated. The reaction mixture was cooled to O'C and 42 9 o ZjCU was added in small por- 
tions. The temperature was allowed to come to room temperature and stirred overnight (1 8h). The strring was stopped 

30 and the solid allowed to settle. The supernatant was decanted and the solid dried under vacuum. Total weight, 1 12 g 
(contains LiCI). 

Purification Method 

35 1 12 g of the crude product was added to a 3L. 3 neck-flask and 2 L amylene-free chloroform (amylene present as 
a preservative in chloroform was removed either by purging with argon for 20 min or by removal under vacuum for a few 
minutes followed by release of vacuum with argon and repetition of the process 3-4 times) was added. The ^'xture was 
magnetically stirred at roomtemperature for 45 min; the stirring stopped and theflaskwas placed inawarm^^^^^^^ 

?iie sSi^sLpension was allowed to settle. Using a cannula, the supernatant was filtered through a frrtted funne 
40 packed (2/3 full) with glasswool (Fig. 1 1 ). After the filtration was complete the remaining solid was nnsed w'thadd*ona 
CHCI3 (or until the undissolved solid is pale colored) and the washings were filtered into the receiving flask. The soK^ent 
was removed from the filtrate and the resulting bright red solid. 101 g (>95% of theoretical recovery), was stored in the 
drybox (for NMR. see Rg. 12). 

45 MAO Treatment of Silica 

500 g of silica (Fuji-Davison - Chromatography Grade) was dried at 200-C in vacuo for two hours (Figure 1 ). Water 
content of the silica was determined by heating a sample of the dried silica to 300'C and calculating the Perce"Uoss of 
weight (approximately 0.5-1.08. Toluene (1.5 L) was added and the slurry stirred at room temperature. 1500 mL d a 
50 solution of 30% by weight of MAO in toluene was then added to the silica slurry. The slurry was men ed to re^J< 
for 4 hours. After cooling to room temperature, the supernatant was decanted by cannula and the solid washed four 
times each with 500 mL portions of toluene. The solid was then dried in vacuo overnight at 80«C. 

Supportino of Metallocene on MAO-Tre ated Silica 

A toluene solution of metallocene [diphenylmethyl cyclopentadienyl-S-fluorenylzirconium dichloride^ ^^IfH^!^ 
Ph,C(Flu-Cp)Zra • 16 g] was added via cannula to a stirred slurry of MAO/SiOa from the previous procedure (approx- 
imate y SOOgrams) in 2 L toluene. Upon contact with the MAO/SiOa. the red metallocene turns the solid deep purple. 
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The slurry was stirred for one hour at room temperature. The supernatant liquid was decanted and the solid washed 
three times each with 500 mL hexane. The purple solid was then dried overnight in vacuo at room temp rature. 

The following Examples and Comparative Examples illustrate the present inverition in more detail and the advan: 
tages to be gained in increased catalyst efficiency by introducing a pre-polymerized catalyst into a reaction zone. 



EXAMPLE I 

A slurry of 180 mg solid catalyst component and 540 mg of triisobutylaluminum (TIBAI) was prepared in 5.0 ml min- 
eral oil. A one ml aliquot was added to a 2.0 liter autoclave from which the air had been sufficiently replaced by nitrogen. 
w The autoclave was then charged with 1.4 liters of liquid propylene and 16 mmoles of gaseous hydrogen. The mixture 
was then heated to SO-^C and maintained for 60 minutes. The polymer was then dried at SO'^C. Polymerization results 
are shown in Table 1 . 



Polymerization 


Reagents 


Conditions 


CataiySti 35 iT\Q 

TIBAI: 108 mg 
Propylene: 1.4 L (0.72 kg) 
Hydrogen: 16mmol 


Tempciaiure: 6G"C 
Time: 1 hour 



25 EXAMPLE 
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Approximately 16 mmoles of hydrogen were added to an empty (under - 2 psig nitrogen) and dry 2 L Zipperclave 
reactor followed by 1 .0 L of propylene. The reactor was heated to BO'C and stirred at approximately 1 000 rpm. 
A slurry of 1 80 mg solid catalyst component was prepared and mixed with 540 mg of triisobutylaluminum (TIBAI) in 5.0 
ml mineral oil. A one ml aliquot was precontacted with a small amount of propylene at room temperature for five sec- 
onds. The catalyst was then charged into the reactor. 

Polymerization continued for one hour during which time the reactor was maintained at the polymerization temper- 
ature. At the end of this time polymerization was terminated by rapidly venting the reactor of unreacted monomer. The 
polymer yield and analysis is shown in Table I. 

EXAMPLE III 



Approximately 16 mmoles of hydrogen (oP = 120 psig from a 48.7 Ml bomb) were added to an empty (under - 2 
psig nitrogen) and dry 2 L Zipperclave reactor followed by 1.0 L of propylene. The reactor was heated to 60°C and 
40 stirred at approximately 1000 rpm. A slurry of 108 mg sold catalyst component and 45 mg of triisobutylaluminum 
(TIBAI) in 5.0 ml mineral oil were prepared and aged for one day. One ml of the mineral oil slurry was precontacted with 
99 mg of TIBAI. The catalyst was then charged into the reactor. 

Polymerization continued for one hour during which time the reactor was maintained at the polymerization temper- 
ature. At the end of this time polymerization was terminated by rapidly venting the reactor of unreacted monomer. The 
45 polymer yield and analysis is shown in Table I. 



EXAMPLE IV 

The same procedure of Example III was used except 60 mg of TIBAI was used for aging. The polymer yield and 
50 analysis is shown in Table I. 



EXAMPLE V 



Approximately 16 moles of hydrogen (oP = 120 psig from a 48.7 Ml bomb) were added to an empty (under - 2 psig 
55 nitrogen) and dry 2 L Zipperclave reactor followed by 1 .0 L of propylene. The reactor was heated to 60»C and stirred at 
approximately 1000 rpm. _ . . ... 

A slurry of 1 08 mg solid catalyst component and 45 mg of triisobutylaluminum CTIBAI) in 5.0 ml mineral oil was pre- 
pared and aged for two. days. A one ml aliquot of the mineral oil slurry was mixed with 99 mg of TIBAI. The mineral 
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oil/TIBAl mixture was precontacted with a small amount of propylene for 5 seconds. The catalyst was then charged into 
the reactor. 

Polymerization continued for one hour during which time the reactor was maintained at the polymerization temper- 
ature. At the end of this time polymerization was terminated by rapidly venting the reactor of unreacted monomer. The 
5 polymer yield and analysis is shown in Table I. 

EXAMPLE VI 

The same procedure of Example V was used except 60 mg of TIBAI was used for aging. 

10 

EXAMPLE VII 

The same procedure of Example V was used except the precontact time was 10 seconds. 
15 EXAMPLE VIII 

The same procedure of Example V was used except 60 mg of TIBAI was used for aging and the precontact time 
was 10 seconds. 

20 EXAMPLE IX 

The same procedure of Example III was used except 135 mg of TIBAI was used. 
EXAMPLE X 

25 

The same procedure of Example III was used except 180 mg of TIBAI was used. 
EXAMPLE XI 

30 The same procedure of Example V was used except 135 mg of TIBAI was used for aging and the aging was one 
day 

EXAMPLE XII 

35 The same procedure of Example V was used except 180 mg of TIBAI was used for aging and the aging was one 
day 

EXAMPLE XIII 

40 The same procedure of Example V was used except 135 mg of TIBAL was used for aging, the aging was one day 
and the precontact time was 10 seconds. 

EXAMPLE XIV 

45 The same procedure of Example V was used except 180 mg of TIBAI was used for aging, the aging was one day 
and the precontact time was 10 seconds. 
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Polymer morphology is related to the prepolymerization time. The desired polymer morphology was obtained with 
a prepolymerization of at least 10 seconds. Polymer morphology is related to the amount of aluminum alkyi used in 
aging the catalyst. The desired polymer morphology was obtained with a catalyst aged in an aluminum alkyI to catalyst 
weight ratio of approximately 1 :1 when triisobutyl aluminum was used as the aluminum alkyl. 

Catalyst efficiency is related to activation of the catalyst with aluminum alkyl. Catalyst efficiency improved when the 
catalyst was aged in aluminum alkyl. In addition, catalyst efficiency is related to prepolymerization. Catalyst efficiency 
improved when the catalyst was prepolymerized at least 10 seconds, especially when the catalyst was aged in an alu- 
minum alkyl to catalyst weight ratio of approximately 1 :1 when triisobutyl aluminum was used as the aluminum alkyl. 

The drawing is a schematic illustration showing the prepolymerization system of the present invention set up for tine 
supply of prepolymerized catalyst to a continuous flow-type polypropylene reactor. The continuous flow reactor 2 nor- 
mally will take the form of a loop 4 equipped with an impeller 5. As will be understood by those skilled in the art the 
impeller 5 functions to circulate the polymerization reaction mass continuously through the loop at controlled tempera- 
ture and pressure conditions. The polymer product is withdrawn from the reactor via line 6. 

A carrier stream for the prepolymerization reactor is initially established by the supply of a suitable solvent for Uie 
catalyst to a mixing line 8. The organic solvent, such as mineral oil. is supplied to the mixing line via line 9. TIBAI sup- 
plied to the carrier fluid from suitable sources (not shown) via lines 1 1 and 12. respectively After addition of the co-cat- 
alyst the catalyst is supplied to the carrier fluid via line 14. The catalyst may be supplied by any suitable procedure, 
either continuously or intermittentiy The carrier fluid containing the catalyst components is then supplied to a tubular 
reactor 16 where it is mixed with liquid propylene supplied, for example, by a secondary line 1 8 leading from a main pro- 
pylene supply line 1 9. The amount of propylene supplied to the prepolymerization reactor 1 6 is relatively small m com- 
parison to the amount of propylene supplied via the main supply line 19 to the polymerization reactor 2. The propylene 
supplied to tiie prepolymerization reactor 16 and also the main reactor 2 normally will have small amounts of hydrogen 

entrained therein. i. vi 

As noted previously because of the perceived slow reaction time of the prepolymenzation reaction, the residence 
times of the propylene and catalyst components in prior art prepolymerization reactors are normally on the order of min- 
utes or even hours. Also the capacity of the prepolymerization reactor in a commercial unit is fairly substantial, normally 
on the order of 200 liters or more. In the present invention, the residence time of the reaction mixture within the prepo- 
lymerization reactor 1 6 is less than a minute and. as practical matter on the order of several seconds, and the volume 
capacity of the prepolymerization reactor will be quite small, normally less than 1 liter. For most applications of the 
invention, the residence time within the prepolymerization reactor is approximately three seconds. The temperature of 
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the tubular reactor is less than the polymerization temperature but sufficient to prepolymerize the catalyst and is pref- 
erably no greater than 30*C. 

The drawing illustrates the preferred order of addition of the catalyst components to the carrier stream. That is. it is 
desirable that the catalyst which already contains the co-catalyst be added to the carrier stream. 
5 In a specific embodiment of the invention, the catalyst component is supplied to an elongated tubular prepolymer- 
ization reactor of extremely low capacity which is operated at a residence time of approximately three seconds. 

In this embodiment, reaction chamber 1 6 is defined by a 50-200 feet long tubing having an internal diameter of 3/8 
inch and is preferably 100 feet. The flow rate is adjusted to provide for a residence time within the tubing of approxi- 
mately three seconds. 

10 Obviously, numerous modHications and variations of the present invention are possible in light of the above teach- 
ings. It is therefore to be understood that within the scope of the appended claims, the invention may be practiced oth- 
enwise than as specifically described herein. 

Claims 

15 

1 . A process of treating silica with an alumoxane comprising: 

removing watar frcrr: th3 cilica: 
slurring the silica in a nonpolar solvent: 
20 adding a solution of alumoxane in solvent to the silica slurry; 

heating to reflux and subsequently cooling the slurry to room temperature: and 
separating a solid silica treated with alumoxane from the slurry. 

2. A process as in Claim 1 wherein the water is removed to a level of approximately 1 .0%. 

25 

3. A process as in Claim 1 wherein the silica is chromatography grade silica. 

4. A process as in Claim 1 wherein the alumoxane is represented by the general formula (R-AI-O-)n in the cyclic form 
and R(R-AI-0-)nALR2 in the linear form wherein R is an alkyi group with one to five carbon atoms and n is an integer 

30 from 1 to about 20. 

5. A process as in Claim 1 wherein the alumoxane is methylalumoxane. 

6. A process as in Claim 1 wherein the nonpolar solvent is toluene. 

35 

7. A process as in Claim 1 wherein after the solid silica treated with alumoxane is separated from the slurry addition- 
ally comprising: 

drying the solid silica treated with alumoxane. 

40 

8. A process for supporting a metallocene on a solid treated with alumoxane comprising: 

forming a solution of a metallocene of the general formula 
45 R"b(CpR5.b) (CpR'5-b)MRV2 

where R" is a bridge imparting stereorigidity to the structure to the metallocene by connecting the two 

cyclopentadienyl rings, b is 1 or 0 indicating whether the bridge is present or not. Cp is a cyclopentadienyl ring. 

R and R' are substituents on the cyclopentadienyl rings and can be a hydride or a hydrocarbyl from 1 -9 carbon 
50 atoms, each R and R' being the same or different, each {CpR5.b) and (CpR^b) being different so that bilateral 

symmetry exists between (CpR5.b) and (CpR Vb). M 'S a Group IIIB. IVB. VB or VIB metal. R' is a hydride, a 

halogen or a hydrocarbyi from 1-20 carbon atoms, v is the valence of M in a nonpolar solvent 

forming a slurry of silica treated with alumoxane in a nonpolar solvent; 

adding the two slunies together at room temperature; 
55 stirring the resulting slurry; 

separating the solid; 

drying the solid. 
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9. A process as in Claim 8 wherein the bridge is a hydrocarbyl biradical having 1-20 carbon atoms. 

10. A process as in Claim 8 wherein the bridge is a single substituted carbon atom. 

5 1 1 . A process as in Claim 8 wherein the bridge Is a linear alkyi radicals of M 0 carbon atoms or branched alkyi radicals 
of 1 -20 carbon atoms. 

12. A process as in Claim 8 wherein the bride is diphenytmethyl. 

10 13. A process as in Claim 8 wherein {CpR5.b) is unsubstituted cyclopentadienyl, 

14. A process as in Claim 8 wherein (CpR^b) 's fluorenyl. 

1 5. A process as in claim 8 wherein Me is a Group IVB metal. 

15 

1 6. A process as in Claim 8 wherein Me is zirconium. 

17. A process as in Claim 3 wherein the mecailoccne is Jiphe(iyIfneihy;(cyciopenladienyl-3-fiuorcnyl)zirconiuiTi dichlo- 
ride. 

20 

18. A process as in Claim 8 wherein the nonpolar solvent is toluene. 

1 9. A process for activating a metallocene supported on a silica treated with alumoxane comprising: 

25 forming a suspension of a metallocene catalyst supported on silica treated with alumoxane in an inert liquid 

carrier; and 

adding an organoaluminum. 

20. The process as in Claim 19 additionally comprising: 

30 ' 

aging the mixture of .the metallocene catalyst supported in silica treated with alumoxane and the organoalumi- 
num 1 to 720 hours. 

21. A process as in Claim 19 wherein the bridge is a hydrocarbyl biradical having 1-20 carbon atoms. 

35 

22. A process as in Claim 19 wherein the bridge is a single substituted carbon atom. 

23. A process as in Claim 19 wherein the bridge is a linear alkyi radicals of MO carbon atoms or branched alkyl radi- 
cals of 1 -20 carbon atoms. 

40 

24. A process as in Claim 19 wherein the bride is diphenylmethyl. 

25. A process as in Claim 19 wherein (CpR5.b) is unsubstituted cyclopentadienyl. 
45 26. A process as in Claim 19 wherein (CpR'^b) is fluorenyl. 

27. A process as in Claim 1 9 wherein Me is a Group IVB metal. 

28. A process as in Claim 19 wherein Me is zirconium. 

50 

29. A process as in Claim 1 9 wherein the metallocene Is diphenylmethyI(cyclopentadienyl-9-f luorenyl)zirconium dichlo- 
ride. 

30. The process as in Claim 19 wherein the organoaluminum is an alkyl aluminum of the general formula AIR'3^ where 
55 R* is an alkyl of from 1 -8 carbon atoms or a halogen and R* may be the same or different with at least one R being 

an alkyl. 

31. The process- as in Claim 30 wherein the organoaluminum is an trialkyi aluminum, a dialkylaluminum halide. or an 



11 



EP 0 819 706 A1 



alkylaluminum dihafide. 

32. The process as in Claim 31 wherein the organoaluminum is trimethyl aluminum, triethyl aluminum, triisobutyl alu- 
minum or diethyl aluminum chloride. 

33. The process as in Claim 32 wherein the organoaluminum is triisobutyl aluminum. 

34. A process for polymerization of olefins comprising : 

(a) contacting a supported metallocene catalyst with an organoaluminum compound, said catalyst being of the 
general formula: 

R"b(CpR5.b) CpR 5.b)MRV2 

where R" is a bridge imparting stereorigidity to the structure to the metallocene by connecting the two 
cyclopentadienyl rings, b is 1 or 0 indicating whether the bridge is present or not, Cp is a cyclopentadienyl ring, 
R and R' are substituents on the cyclopentadienyl rings and can be a hydride or a hydrocarbyl from 1 -9 carbon 
atoms, each R and R'bsing *.^.a sams cr different, each (CpR^J and (CPR5.0) being differant so that bilateral 
symmetry exists between (Op Rs.b) and (CpR^b). M is a Group IIIB. IVB. VB or VIB metal. R' is a hydride, a 
halogen or a hydrocarbyl from 1-20 carbon atoms, v is the valence of M: 

(b) prepolymerizing the catalyst with an olefin monomer. 

(c) introducing said catalyst into a polymerization reaction zone containing an olefin monomer. 

35. A process as in Claim 34 wherein the bridge is a hydrocarbyl biradical having 1-20 carbon atoms. 

36. A process as jn Claim 35 wherein the bridge is a single substituted carbon atom. 

37. A process as in Claim 36 wherein the bridge is a linear alkyi radicals of 1 -10 carbon atoms or branched alkyl radi- 
cals of 1 -20 carbon atoms. 

38. A process as in Claim 37 wherein the bride is diphenylmethyl. 

39. A process as in Claim 34 wherein (CpR5.b) is unsubstituted cyclopentadienyl. 

40. A process as in Claim 34 wherein (CpR^b) 's fluorenyl. 

41 . A process as in Claim 34 wherein Me is a Group IVB metal. 

42. A process as in Claim 34 wherein Me is zirconium. 

43. The process of Claim 34 where the metallocene is isopropyl (cyclopentadienyl-9-fIuorenyl)zirconium dichloride. 

44. The process of Claim 34 wherein the catalyst is pre-polymerized by contacting the catalyst with a monomer prior 
to the polymerization reaction zone. 

45. The process of Claim 34 wherein the contact of the catalyst with the organoaluminum compound in step (a) occurs 
for about 1 hour to about 720 . hours. 

46. The process of Claim 34 wherein the contact of the catalyst with the organoaluminum compound is 18 to 48 hours. 

47. The process of Claim 34 wherein the contact of the catalyst with the organoaluminum compound is 12 to 24 hours. 

48. The process of Claim 34 wherein the pre-polymerized catalyst is coated such that the weight ratio of polymeric to 
catalyst is approximately 0.01 -3.0. 

49. The process of Claim 48 wherein the weight ratio of polymer to catalyst is greater than 1 .0. 

50. The process of Claim 49 wherein the weight of polymer to catalyst is approximately 2.0-3.0. 
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num of the general formula AIR3 where 

rt™mo<(lletl>ylatoinunn*lo-KJe. 

I riolm 34 wherein the monomer is propylene. 
55 The process of Claim 34 wnerein u 

in an inert liquid carrier, 
(a) establishing a fluid carrier stream contan.ng a supported 

R"b{CpR5.b) CpR5.b)MR'v-2 

25 , metailocene by connecting the two 

cyclopentadienyl rings, b .s 1 or 0 '"a'=f;"9 , ^i^gs and can be a hydride °l^2n 7aJn\ so that bilateral 
symmetry exists betvve«" , -.s the valence of M: 

„.™.p,...o.a,.a3..*.e.....a«o,.op«a...a^^^^^ 
„ es.™ap»ce..o,».a3..»*-ca*..P-a.-V-aas.c.^.. 

approximately 0.01-3.0. 

c nf Claim 65 wherein the weight ratio is greater than 1 -0. 
66. The process of Claim do wi ic c 
ss 67.TheprocessofC.aim66whereintheweightratiois2.0-3.0. 

68. Aprocess of polymerization of olefins comprising: 



30 



35 



13 



EP 0 819 706 A1 



(a) establishing a fluid carrier stream; 

(b) adding a supported metallocene catalyst of the general formula: 

R"b{CpR5-b) CpRVb)MRV2 

^ where R" is a bridge imparting stereorigidity to the structure to the metallocene by connecting the two 

cyclopentadienyi rings, b is 1 or 0 indicating whether the bridge is present or not. Cp is a cyclopentadrenyl ring. 
R and R' are substituents on the cyclopentadienyi rings and can be a hydride or a hydrocarbyl from 1-9 carbon 
atoms each R and R* being the same or different, each (CpRs-b) and (CpR's-b) being different so that bilateral 

10 symmetry exists between (CpRs-b) and (CpR^b). M is a Group MIB. IVB. VB or VIB metal. R* is a hydride, a 

halogen or a hydrocarbyl from 1-20 carbon atoms, v is the valence of M. 

wherein the catalyst has been aged with an organoaluminum compound: 

(c) allowing the aged catalyst to contact a co-catalyst and an olefin to prepolymerize the catalyst: and 

(d) introducing the carrier stream containing the prepolymerized catalyst into a polymerization reaction zone 
15 containing an olefin monomer. 

69. The process of Claim 68 wherein the olefin monomer is propylene. 

70. The process of Claim 68 wherein the prepolymerization is at a temperature no greater than acC. 
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71. The process of Claim 68 wherein the catalyst is prepolymerized such that the weight ratio of polymer-to catalyst is 
approximately 0.01-3.0. 

72. The process of Claim 71 wherein the weight ratio is greater than 1 .0. 

73. The process of Claim 72 wherein the weight ratio is 2.0-3.0. 
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